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TITLE OF THE INVENTION 

Method and [a] Arrangement for [s]Surface [t]Treatment [ 
]of a [p]Paper and/or [b]Board fwebl Web 

CROSS REFERENCES TO RELATED APPLICATIONS 
5 [00011 This application is a U.S. national stage application of International 

Application No. PCT/FI00/00690. filed August 14. 2000, and claims priority on 
Finnish Application No. 19991802 filed August 24. 1999. the disclosures of both 
of which applications are incorporated by reference herein. 

STATEMENT AS TO RIGHTS TO INVENTIONS MADE UNDER 
10 FEDERALLY SPONSORED RESEARCH AND DEVELOPMENT 

Not applicable. 
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BACKGROUND OF THE INVENTION 
[0002] T he present invention relates to a method and arrangement for surface 
treatment of a paper and/or board web in a paper or board machine including a 
yankee cylinder followed by a calendering unit. 
[ 

1 100031 This kind of a machine is known from JP-A-05 331793. In the machine 
according to this JP-publication, the web's dried side is dried in the Yankee cylinder 
and the calendering unit being formed by soft calender. A soft calender has a short 
nip time, therefore final results, fj.ex.l or example web glazing, are difficult to 
manipulate. 

[0004] Calendering is a method by means of which the properties, in particular 
smoothness and gloss, of a web-like material, such as a paper web, are improved 
after a drying unit in a paper or board machine. In calendering the paper web is 
passed into a nip which is formed between rolls pressed against each other and in 
which the paper web is deformed by the action of temperature, moisture and nip 
pressure, in which connection the physical properties of the paper web can be 
affected by controlling the above-mentioned parameters and the time of action. 

[00051 Extended-nip calendering has been found to be a good means of producing 
low-gloss paper grades by calendering. When higher gloss is required, the nip 
pressure of extended-nip calendering does not necessarily suffice to provide gloss. 

[00061 With ever-increasing running speeds, calendering is becoming a bottleneck 
in the papermaking process, and satisfactory quality is not achieved by today^s 
machine calender units. Some of the drawbacks of the present papermaking process 
are also that the loss of bulk increases when gloss and smoothness are improved, and 
that in order to provide gloss and smoothness of sufficient quality, it is necessary to 
use webs with an abundance of coating and/or to use off-line calendering, in 
particular multi-nip supercalendering and/or soft calendering. 
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[00071 Machine calendering means here and hereafter calendering in a calender 
unit in which nips are formed between metal rolls. The width of the nip in a machine 
calender is typically very small depending on the width of the rolls and the thickness 
of the paper web to be calendered, wherefore the nip load is relatively high. 

[00081 Supercalendering, which provides in off-line operation in practice the best 
result qualitywise, means above and hereafter calendering in a calender unit in which 
nips are formed between a metal or chilled thermoroll and a paper or polymer roll 
provided with a resilient surface, in which connection a nip of a substantial width is 
formed. 

[00091 Soft calendering means above and hereafter calendering in a calender unit 
in which nips are formed in a manner similar to that of a supercalender between a 
metal or chilled roll and a roll having a resilient surface, in which connection a nip 
of a substantial width is formed. In soft calenders, each nip is formed between 
separate roll pairs, so that the nip load can be adjusted in each individual nip. 

[00101 Shoe and/or extended-nip calendering means above and hereafter 
calendering in a calender unit in which a nip is formed between a roll provided with 
a flexible mantle, the mantle of said roll being made, for example, of polyurethane, 
and a press roll or shoe roll which has a rigid mantle and is provided with an inside 
loading shoe and which is made of metal, such as steel. One extended-nip concept 
marketed by [the applicant! Metso Paper. Inc. is called OptiDwell™, which 
includes two different extended-nip calenders: 

- [ ] OptiDwell Shoe™ calender based on shoe press technology, 
-[ ]_OptiDwell Belt™ calender based on roll/belt technology. 

[00111 A yankee cylinder represents a drying and glazing method known in the art 
for a long time, and the aim of the yankee cylinder is primarily to improve gloss but 
not to evaporate water. Yankee cylinders are employed mainly on paper and board 
machines which manufacture high-quality folding boxboards and envelope paper. 
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On the yankee cylinder, the moisture of the web is about 65 % at the most when it 
sticks to the surface of the cylinder and about 7-10 % at the most when it is 
separated from the surface of the cylinder. The main problem with the yankee 
cylinder is, thus, its speed dependence. The evaporation capacity of the yankee 
cylinder is limited, so when the speed is increased, the surface of the web is no 
longer glazed to a satisfactory degree. 

SUMMARY OF THE INVENTION 
[00121 T he primary object of the present invention is to provide an improvement 
in this detrimental speed dependence which is characteristic of the yankee cylinder 
and, with the improvement, to make it possible to increase speed without the quality, 
i.e. gloss and smoothness of paper or board suffering. 

[This objective is achieved according to the invention by means of a method 
and an arrangement of the kind mentioned at the beginning, the principal 
special features of the method being set forth in the characterizing part of the 
accompanying independent claim 1, and the principal special features of the 
arrangement being set forth in the characterising part of the accompanying 
independent claim 4. 

1 [00131 Thus, the invention is based on the new and inventive basic idea that, after 
the web has been dried and glazed on a yankee cylinder, the web is glaze-calendered 
by using a shoe and/or extended-nip calendering unit as a calender placed after the 
yankee cylinder in accordance with an embodiment of the invention which is 
regarded as advantageous. 

[00141 In accordance with an embodiment of the invention considered to be 
particularly advantageous, the method employs and the arrangement comprises a 
combination in which there are disposed in the machine direction first a yankee 
cylinder and then a shoe calendering unit which serves as a glazing calender. 

[With respect to the other characteristic features peculiar to the invention and 
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the advantages attainable by them reference is made to the dependent claims of 
the accompanying set of claims. 

1 [00151 The invention and the advantages which can be attained by it are described 
below by way of example by means of an embodiment of the invention regarded as 
advantageous with reference to the accompanying drawing!, t]- 

BRIEF DESCRIPTION OF THE DRAWINGS 
100161 Th e figure [ of which] schematically shows an arrangement according to an 
advantageous embodiment of the invention for surface treatment of paper and/or 
board. 

[ 
] 

DESCRIPTION OF THE PREFERRED EMBODIMENTS 
100171 The arrangement according to the embodiment shown in the figure for 
surface treatment of a paper and/or board web W comprises a yankee cylinder 2 and 
a calendering unit 5 placed after it in the direction of processing of the web W, said 
calendering unit being in the embodiment shown in the figure a single nip glazing- 
calendering unit whose extended nip is formed between a metal or chilled thermoroll 
51 provided with a rigid mantle and a shoe roll 52 provided with a flexible mantle. 
The shoe roll 52 comprises an inside glide shoe which, when supported on the inside 
frame structure of the shoe roll 52, presses the flexible mantle of the shoe roll 52 or a 
roll/belt structure placed around the shoe roll (not shown in the figure) against the 
thermoroll 5 1 having a rigid mantle. When it is intended to achieve a given paper or 
board quality, the difference between the running speed used in the machine and the 
running speed allowed by the evaporation capacity of the yankee cylinder can be 
compensated for by means of the glazing calender unit 5, i.e. the use of the glazing 
calender unit 5 enables the speed of the machine to be increased without the quality, 
that is, gloss and smoothness of paper or board suffering. 

100181 The web W to be treated is passed as a supported or free draw into a nip 
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defined between the yankee cylinder 2 having a smooth surface and a wire or press 
roll 1 having a rubber surface, as shown in the figure, or into nips defined between 
the yankee cylinder 2 and two wire or press rolls placed one after the other in the 
machine direction. Said nip/nips has/have no primary dewatering function but their 
primary function is glazing, and in addition thereto, the web W sticks to the surface 
of the yankee cylinder 2 by means of the wire or press roll 1 . After the nip between 
the yankee cylinder 2 and the wire or press roll 1 , the web W runs onwards on the 
surface of the yankee cylinder 2, on which a steam pressure of about 350 kPa acts on 
the outer surface of the web inside a hood 6, said pressure producing an evaporation 
capacity of 30-50 kg/m 2 , which dries the web from an incoming moisture which is 
typically 65-50 % but preferably not more than 70-80 % to a final moisture which is 
typically 7-10%. 

[00191 The web W is separated from the surface of the yankee cylinder 2 by means 
of a doctor device 3 and a take-out roll 4. After the doctor device 3 and the take-out 
roll 4, the web W is guided into the extended nip between the rigid-mantle roll 51 
and the flexible-mantle roll 52 of the shoe or extended-nip calendering unit 5. The 
shoe calendering unit 5, disposed after the yankee cylinder 2 in accordance with the 
invention, functions in the arrangement of the invention as a glazing calender which 
allows, without the desired quality of paper or board suffering because of the limited 
evaporation capacity of the yankee cylinder 2, the running speed used in the machine 
to be raised to a higher level than said maximum running speed dependent on the 
evaporation capacity of the yankee cylinder 2. Advantageously, the "gloss surface" 
of the web glazed on the yankee cylinder 2 is glazed in this calendering unit 5. 

[00201 The web W can be wound after the glazing carried out by means of the 
shoe calender 5. 

[00211 Based on the trial run results of the arrangement according to the invention, 
it has been possible to establish generally that the quality values of the web are 
improved, i.e. the bending resistance of the web in relation to the thickness of the 
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web remains unchanged, its PPS roughness decreases and Hunter gloss improves 
when the yankee cylinder is followed by shoe calendering, and further that the 
improvement of the quality values is the clearer, the higher the linear load in the nip 
of the shoe calender. Some quality values as a function of the shoe calender are 
further shown below in table form. 


[00221 Table: attained quality values 


PROPERTY 

yankee 
glazed 

yankee glazed and 
shoe calender 
treatment 200 kN/m 

yankee glazed and 
shoe calender 
treatment 400 kN/m 

Thickness, timljlm 

[ 

]125 

121 

117 

Bending resistance ks, 
mN 

I 

]150 

143 

126 

PPS roughness, Jim] 

[ 

142 

3.4 

2.9 

Hunter gloss, % 

[ 

]26 

30 

33 


[00231 Above, the invention has been described only by way of example by means 
of some of its embodiments regarded as advantageous. This is of course not intended 
to limit the invention and, as is clear to a person skilled in the art, many alternative 
arrangements and modifications are feasible within the inventive idea and its scope 
of protection defined in the accompanying claims. 


Page 7 of 8 


I0Q69S03 .071002 


ABSTRACT OF THE DISCLOSURE 

[Abstract 

The present invention relates to a] A method and an arrangement for surface 
treatment of a paper and/or board web (W)[. In accordance with the invention, the 
5 arrangement is] formed of a yankee cylinder (2) and a calendering unit (5) placed 
one after the other in the machine direction, by means of which the web (W) is first 
glazed and dried and after that immediately calendered.! 


(FIG.)] 
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